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Description 

Fl ELD OF THE INVENTION 

[0001] The present Invention relates to a heat mode imaging element comprising an IR sensitive top layer for pre- 
paring a lithographic printing plate. 

More specifically the invention is related to a heat mode imaging element for preparing a lithographic printing plate 
whereof the difference in the top layer of being penetrated and/or solubilised in the exposed areas and in the non- 
exposed areas by an aqueous developer is increased 

BACKGROUND OF THE INVENTION 

[0002] Lithography is the process of printing from specially prepared surfaces, some areas of which are capable of 
accepting lithographic ink, whereas other areas, when moistened with water, will not accept the ink. The areas which 
accept ink form the printing image areas and the ink-rejecting areas form the background areas. 
[0003] In the art of photolithography, a photographic material is made imagewise receptive to oily or greasy inks in 
the photo-exposed (negative- working) or in the non-exposed areas (positive-working) on a hydrophilic background. 
[0004] In the production of common lithographic printing plates, also called surface litho plates or planographic print- 
ing plates, a support that has affinity to water or obtains such affinity by chemical treatment is coated with a thin layer 
of a photosensitive composition. Coatings for that purpose include light-sensitive polymer layers containing diazo com- 
pounds, dfchromate-sensitized hydrophilic colloids and a large variety of synthetic photopolymers. Particularly diazo- 
sensrtized systems are widely used. 

[0005] Upon imagewise exposure of the light-sensitive layer the exposed image areas become insoluble and the 
unexposed areas remain soluble. The plate is then developed with a suitable liquid to remove the diazonium salt or 
diazo. resin in the unexposed areas. 

[0006] Alternatively, printing plates are known that include a photosensitive coating that upon image-wise exposure 
is rendered soluble at the exposedareas. Subsequent development then removes the exposed areas. Atypical example 
of such photosensitive coating is a quinone-diazide based coating. 

[0007] Typically, the above descrtoed photographic materials from which the printing plates are made are camera- 
exposed through a photographic film that contains the image that is to be reproduced in a lithographic printing process. 
Such method of working is cumbersome and labor intensive. However, on the other hand, the printing plates thus 
obtained are of superior lithographic quality. 

[0008] Attempts have thus been made to eliminate the need for a photographic film in the above process and in 
particular to obtain a printing plate directly from computer.data representing the image to be reproduced. However th 
photosensitive coating is not sensitive enough to be directly exposed with a laser. Therefor it has been proposed to 
coat a silver halide layer on top of the photosensitive coating. The silver haJide may then directly be exposed by means 
of a laser under the control of a computer. Subsequently, the silver halide layer is developed leaving a silver image on 
top of the photosensitive coating. That silver image then serves as a mask in an overall exposure of the photosensitive 
coating. After the overall exposure the 6ilver image is removed and the photosensitive coating is developed. Such 
method is disclosed in for example JP-A- 60- 61 752 but has the disadvantage that a complex development and 
associated developing liquids are needed. 

[0009] GB-1 492 070 discloses a method wherein a metal layer or a layer containing carbon black is provided on a 
photosensitive coating. This metal layer is then ablated by means of a laser so that an image mask on the photosensitive 
layer is obtained. The photosensitive layer is then overall exposed by UV-iight through the image mask. After removal 
of the image mask, the photosensitive layer is developed to obtain a printing plate. This method however still has the 
disadvantage that the image mask has to be removed prior to development of the photosensitive layer by a cumbersome 
processing. 

[0010] Furthermore methods are known for making printing plates involving the use of imaging elements that are 
heat-sensitive rather than photosensitive. A particular disadvantage of photosensitive imaging elements such as de- 
scribed above for making a printing plate is that they have to be shielded from the light. Furthermore they have a 
problem of sensitivity in view of the storage stability and they show a lower resolution. The trend towards heat mode 
printing plate precursors is clearly seen on the market. 

[0011] For example. Research Disclosure no. 33303 of January 1992 discloses a heat mode imaging element 
comprising on a support a cross-linked hydrophilic layer containing thermoplastic polymer particles and an infrared 
absorbing pigment such as e.g. carbon black. By image-wise exposure to an infrared laser, the thermoplastic polymer 
particles are image-wise coagulated thereby rendering the surface of the imaging element at these areas ink-acceptant 
without any further development A disadvantage of this method is that the printing plate obtained is easily damaged 
since the non-printing areas may become ink accepting when some pressure is applied thereto. Moreover, under critical 
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conditions, the lithographic performance of such a printing plate may be poor and accordingly such printing plate has 
tittle lithographic printing latitude. 

[0012] US-P- 4 70B 925 discloses imaging elements including a photosensitive composition comprising an alkali- 
soluble novolac resin and .an onium-salt. This composition may optionally contain an IR-sensitizer. After image-wise 
exposing said imaging element to UV • visible - or IR-radiation followed by a development step with an aqueous alkali 
liquid there is obtained a positive or negative working printing plate. The printing results of a lithographic plate obtained 
by irradiating and developing said imaging element are poor. 

[0013] EP-A- 625 728 discloses an imaging element comprising a layer which is sensitive to UV- and IR-irradiation 
and which may be positive or negative working. This layer comprises a resole resin, a novolac resin, a talent Bronsted 
acid and an IR-absorbing substance. The printing results of a lithographic plate obtained by irradiating and developing 
said imaging element are poor. 

[0014] US-P- 5 340 699 is almost identical with EP-A- 625 728 but discloses the method for obtaining a negative 
working IR-laser recording imaging element. The IR-sensitrve layer comprises a resole resin, a novolac resin, a latent 
Bronsted acid and an IR-absorbing substance. The printing results of a lithographic plate obtained by irradiating and 
developing said imaging element are poor. 

[0015] Furthermore EP-A- 678 380 discloses a method wherein a protective layer is provided on a grained metal 
support underlying a taser-ablatable surface layer. Upon image-wise exposure the surface layer is fully ablated as well 
as some parts of the protective layer. The printing plate is then treated with a cleaning solution to remove the residu 
of the protective layer and thereby exposing the hydrophilic surface layer. 

[001 6] G B-A- 1 208 41 5 discloses a method of recording information comprising information-wise heating a recording 
material comprising a support bearing, with or without an intertayer a heat-sensitive recording layer constituted so that 
such information-wise heating creates a record of the information in terms of a difference in the water permeabilities 
of different areas of the recording layer, treating the recording material with an aqueous liquid which penetrates through 
the water-permeable or more water-permeable areas of the recording layer and is constituted so as to effect a perma- 
nent physical and/or chemical change of at least the surface portions of the underlying support or inter-layer in the 
corresponding areas, and removing the whole of the recording layer to expose said inforimation-wtse changed support 
or intertayer. 

[001 7] EP-A- 527.369 discloses a light sensitive recording material comprising a support and a positive working light 
sensitive layer with a rough surface, which comprises as light sensitive compound at least a 1 ,2-quinonediazide and 
as water insoluble and in water-alkaline solutions soluble or swellable binder a polycondensate or polymer and a filler, 
wherein the light-sensitive layer at a layer weight of Sg/m 2 or less (i) comprises as filler silica with a mean diameter 
from 3 to 5 urn and a final limit of 15 um in an amount, which yields a slipperinese according to Beck from 20 till 100 
seconds and (ii) furthermore comprises a surfactant with pofysiloxane units. 

[0018] EP-A- 823 327 discloses a positive photosensitive composition showing a difference in solubility in an alkali 
developer as between an exposed portion and a non-exposed portion, which comprises, as components inducing the 
difference in solubility, (a) a photo-thermal conversion material, and (b) a high molecular compound, of which the 
solubility in an alkali developer is changeable mainly by a change other than a chemical change. 
[001 9] EP-A- 97 200 588.8 discloses a heat mode imaging element for making lithographic printing plates comprising 
on a lithographic base having a hydrophilic surface an intermediate layer comprising a polymer, soluble in an aqueous 
alkaline solution and a top layer that is sensitive to IR-radiation wherein said top layer upon exposure to IR-radiation 
has a decreased or increased capacity for being penetrated and/or solubiiised by an aqueous alkaline solution. 
[0020] EP-A- 97 203 129.8 and EP-A- 97 203 132.2 disclose a heat mode imaging element consisting of a lithographic 
base with a hydrophilic surface and a top layer which top layer is sensitive to IR-radiation. comprises a polymer, soluble 
in an aqueous alkaline solution and is unpenetrable for an alkaline developer containing SiCfe as silicates 
[0021] Said last two heat-mode imaging elements have the disadvantage that the difference between the solubility 
In the exposed areas and in the non-exposed areas is not very great so that also non-exposed areas are dissolved 
during the processing of said element so that said plates could not .be used as lithographic plates. 

OBJECTS OF THE INVENTION 

[0022] It is an object of the invention to provide a heat mode imaging element for making lithographic printing plates 
in an easy way. 

[0023] It is another object of the invention to provide a heat mode sensitive imaging element for making positive 
lithographic printing plates having excellent printing properties, developable in a selective, rapid, convenient and ec- 
ological way. 

[0024] It is further an object of the present invention to provide a heat mode sensitive imaging element for making 
positive lithographic printing plates having a high infrared sensitivity. 

[0025] It is also an object of the present invention to provide a heat mode sensitive imaging element for making 
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™ ! l * h ?? raphic Pri"^ Plates wich has a great difference in developability in a developer between the exposed 
areas and the non-exposed areas. H 
[0026] Further objects of the present invention will become clear from the description hereinafter. 

SUMMARY OF THE INVENTION 

SSL „£ C °" ,in ? !? the P fesent invention mere fe P fwided a h8at "»* Paging element tor providing a lithographic 

comprises a polymer soluble in an aqueous alkaline solution, and is unpenetrable for an aqueous alkaline develooer 
characterized in thai said top layer comprises a polysiloxane surfactant developer. 

DETAILED DESCRIPTION OF THE INVENTION 

[0028] It has been found thai a heat-sensitive imaging element according to the invention can be obtained in an easv 
way. which yields a lithographic printing plate of high quality. oora.neo m an easy 

[0029] The top layer comprises agolyslloxane surtacjant. more preferably a combination of at least two polysiloxane 
surfactan s. Sa,d surfactant can be a cationic. an anionc or an amphoteric surfactant, but is prefenS a iSSZ 
%2SZtk , n ^ OU ," , 2 °W HaC !f nl ^ Pre,8rab,y h 0,9 ra " 98 ,f0m 0 001 to more P^rably in the range 

ZHOU * M ™Wn. * 01 ^ Pre ' 6rab,y 3 ,en8l0n 81 th8 cri,ica » mice,te concentrate 

[0030] The IR : sensHive layer, in accordance with the present invention comprises an IR-dye or pigment and a pol- 
ymer, solublejn an aqueous alkaline solution. A mixture of IfWyes or pigments may be used, but it is preferred to use 
only one IR-dye or pigment Preferably said IFWyes are IR^yanlnes dyes. Particularly useful IR*yanine dyes are 
cyanines dyes with two indolenine groups. Most preferably is compound I with the structure as indicated 
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Particularly useful IR-absorbing pigments are carbon black, metal carbides, borides. nitrides. carbonHrides bronze- 
structured oxides and oxides structural V related to the bronze family but lacking the A component e g WoT , £5£ 
possible to use conductive polymer dispersion such as poiypyrrole or polyaniline^ased conductive pointer disper- 
sion^ The lithographic performance and in particular the prinl endurance obtained depends on the heal4ensltivfty of 
the imaging element. In this respect it has been toundlhat carbon black yields very good and favorable results Sutabte 
IR-dyes are also those mentioned In EP-A- 97 203 129.8 . ' 
[0031] The IR-dyes or pigments are present preferably in an amount between 2 and 50 parts, more preferably be- 
tween 5 and 1 5 parts by weight of the total amount of said IR-sensHive top layer, preterably be- 
[0032] The alkali soluble polymers used in this layer are preferably hydrophobic and ink accepting polymers as used 

SSZ^JT" ° r H, n8ga,iVe W ° rtdn9 PS *' a,eS ** Carb ° Xy SUbSUtU,ad ^™' s ete Mora SferabyTa 
phenolic resin such as polymer contammg hydroxystyrene units or a novolac polymer. Most preferred is a novolac 

! W f al . aXamp,e8 °' ,heSB P 0 '*™" 8 are descibed h DE-Ar 4 007 428. DE-A- 4 027 301 and DE-A- 4 445 
820 The hydrophobic polymer used in connection with Ihe present invention is further characterised by insolubility in 
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[0033] Furthermore this IR-sensitrve layer is preferably a visible light- and UV-fight desensitised layer. Still further 
said layer is preferably thermally hardenable. This preferably visible light- and UV-light desensitised layer does not 
comprise photosensitive ingredients such as diazo compounds, photoacids, photoinhiators, quinone diazides, sensi- 
tisers etc. which absorb in the wavelength range of 250nm to 650nm. In this way a daylight stable printing plate may 
be obtained. 

[0034] Said IR-sensitive layer preferably also includes a low molecular acid, more preferably a carboxylic acid, still 
more preferably a benzoic acid, most preferably 3,4,5-trimethoxybenzoic acid or a benzofenone, more preferably tri- 
hydroxybenzofenone. 

[0035] The ratio between the total amount of bw molecular acid or benzofenone and polymer in the IR-sensrtive 
layer preferably ranges from 2:98 to 40:60, more preferably from 5:95 to 30:70. The total amount of said IR-sensilive 
layer preferably ranges from 0.1 to 10 g/m 2 , more preferably from 0.3 to 2 g/m 2 . 

[0036] In the imaging element according to the present invention, the lithographic base may be an anodised alumi- 
num. A particularly preferred lithographic base is an electrochemically grained and anodised aluminum support. The 
anodised aluminum support may be treated to improve the hydrophilic properties of hs surface. For example, the 
aluminum support may be silicated by treating its surface with sodium silicate solution at elevated temperature, e.g. 
95° C. Alternatively, a phosphate treatment may be applied which involves treating the aluminum oxide surface with a 
phosphate solution that may further contain an inorganic fluoride. Further, the aluminum oxide surface may be rinsed 
with a citric acid or citrate solution. This treatment may be carried out at room temperature or may be carried out at a 
slightly elevated temperature of about 30 to 50°C. A further interesting treatment involves rinsing the aluminum oxide 
surface with a bicarbonate solution. Stiti further, the aluminum oxide surface may be treated with polyvinylphosphonic 
acid, polyvinyl methyiphosphonic acid, phosphoric acid esters of polyvinyl alcohol, polyvinylsulphonic acid, polyvinyl- 
benzenesulphonic acid, sulphuric acid esters of polyvinyl alcohol, and acetals of polyvinyl alcohols formed by reaction 
with a sulphonated aliphatic aldehyde It is further evident that one or more of these post treatments may be earned 
out alone or in combination. More detailed descriptions of these treatments are given In GB-A- 1 084 070, DE-A- 4 
423 140, DE-A- 4 417 907, EP-A- 659 909, EP-A- 537 633, DE-A- 4 001 466, EP-A- 292 801 , EP-A- 291 760 and US- 
P- 4 458 005. 

[0037] According to another mode in connection with the present invention, the lithographic base having a hydrophilic 
surface comprises a flexible support, such as e.g. paper or plastic film, provided with a cross-linked hydrophilic layer. 
A particularly suitable cross-linked hydrophilic layer may be obtained from a hydrophilic binder cross-linked with a 
cross-linking agent such as formaldehyde, gtyoxal, polyisocyanate or a hydrolysed tetraalkyiorthosilicate. The latter is 
particularly preferred. 

[0038] As hydrophilic binder there may be used hydrophilic (co)polymers such as for example, homopolymers and 
copolymers of vinyl alcohol, acrylamide, methylot acrylamfde, methylol methacryiamide, acrylic acid, methacrylic acid, 
hydroxyethyl acrylate, hydroxyethyl methacrylate or malelc anhydride/vinylm ethyl ether copolymers. The hydrophilicity 
of the (co}po!ymer or (co)polymer mixture used is preferably the same as or higher than the hydrophilicity of polyvinyl 
acetate hydrotyzed to at least an extent of 60 percent by weight, preferably 80 percent by weight. 
[0039] The amount of crosslinking agent, in particular of tetraatkyl orthosilicate, is preferably at least 0.2 parts by 
weight per part by weight of hydrophilic binder, more preferably between 0.5 and 5 parts by weight, most preferably 
between 1.0 parts by weight and 3 parts by weight 

[0040] A cross-linked hydrophilic layer in a lithographic base used in accordance with the present embodiment pref- 
erably also contains substances that increase the mechanical strength and the porosity of the layer. For this purpose 
colloidal silica may be used. The colloidal silica employed may be in the form of any commercially available water- 
dispersion of colloidal silica for example having an average particle size up to 40 nm, e.g. 20 nm. In addition inert 
particles of larger size than the colloidal silica may be added e.g. silica prepared according to Stober as described in 
J. Colloid and Interface Sci.. Vol. 26, 1 968, pages 62 to 69 or alumina particles or particles having an average diameter 
of at least 100 nm which are particles of titanium dioxide or other heavy metal oxides. By incorporating these particles 
the surface of the cross-linked hydrophilic layer is given a uniform rough texture consisting of microscopic hills and 
valleys, which serve as storage places for water in background areas. 

[0041] The thickness ol a cross-linked hydrophilic layer in a lithographic base in accordance with this embodiment 
may vary in the range of 0.2 to 25 urn and is preferably 1 to 10 urn. 

[0042] Particular examples of suitable cross-linked hydnophfltc layers for use in accordance with the present invention 
are disclosed in EP-A- 601 240, GB-P- 1 419 512, FR-P- 2 300 354, US-P- 3 971 660, US-P- 4 284 705 and EP-A- 
514 490. 

[0043] As flexible support of a lithographic base in connection with th e present embodiment it is particularly preferred 
to use a plastic film e.g. substrated polyethylene terephthalate film, cellulose acetate film, polystyrene film, polycar- 
bonate film etc... The plastic film support may be opaque or transparent. 

:[0044] It is particularly preferred to use a polyester film support to which an adhesion improving layer has been 
provided. Particularly suitable adhesion improving layers for use in accordance with the present Invention comprise a 
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hydrophilic binder and colloidal silica as disclosed in EP-A- 619 524, EP-A- 620 502 and EP-A- 619 525 Preferably 
the amount of silica in the adhesion improving layer is between 200 mg per m 2 and 750 mg per m* Further the ratio 
of silica to hydrophilic binder is preferably more than 1 and the surface area of the coltoidal silica is preferably at least 
300 m 2 per gram, more preferably at least 500 m 2 per gram. 

[0045] In the IR-sensitive layer a difference in the capacity of being penetrated and/or solubilised by the alkaline 
developer Is generated upon image-wise exposure lor an alkaline developer according to the invention 
[0046] Image-wise exposure in connection with the present invention is an image-wise scanning exposure involving 
the use of a laser that operates in the infrared or near-infrared, i.e. wavelength range of 700-1500 nm Most preferred 
are laser diodes emitting in the near-infrared. Exposure of the imaging element may be performed with lasers with a 
short as well as with lasers with a long pixel dwell time. Preferred are lasers with a pixel dwell time between 0.005 us 
and 20 jis. 

[0047] After the image-wise exposure the heat mode imaging element is developed by rinsing it' with an aqueous 
alkaline solution. The aqueous alkaline solutions used in the present invention are those that are used for developing 
conventional positive working presensitised printing plates preferably containing SiOfe in the form of silicates and having 
preferably a pH between 11.5 and 14. Thus the imaged parts of the top layer that were rendered more penetrable for 
the aqueous alkaline solution upon exposure are cleaned-put whereby a positive working printing plate is obtain d. 
[0048] In the present invention, the composition of the developer used is also very important. 
[0049] Therefore, to perform development processing stably for a long time period particularly important are qualities 
such as strength of alkali and the concentration of silicates in the developer. Under such circumstances the present 
inventors have found that a rapid high temperature processing can be performed, that the amount of the replenisher 
to be supplemented is low and that a stable development processing can be performed over a long time period of the 
order of not less than 3 months without exchanging the developer only when the developer having the foreqoino com- 
position is used. 

[0050] ' The developers and replenishes for developer used in the invention are preferably aqueous solutions mainly 
composed of alkali metal silicates and alkali metal hydroxides represented by MOH or their oxyde, represented by 
MsA wherein said devebper comprises SK3 2 and MgO in a molar ratio of 0.5 to 1 .5 and a concentration of Sip* of 0 5 
to 5% by weight. As such alkali metal silicates, preferably used are. for instance, sodium silicate, potassium silicate 
lithium silicate and sodium metasilicate. On the other hand, as such alkali metal hydroxides, preferred are sodium 
hydroxide, potassium hydroxide and lithium hydroxide. 

[0051] The developers used in the invention may simultaneously contain other alkaline agents. Examples of such 
other alkaline agents include such inorganic alkaline agents as ammonium hydroxide, sodium tertiary phosphate so- 
dium secondary phosphate, potassium tertiary phosphate, potassium secondary phosphate, ammonium tertiary phos- 
phate, ammonium secondary phosphate, sodium bicarbonate, sodium carbonate, potassium carbonate and ammonium 
carbonate; and such organic alkaline agents as mono-, di- or triethanolamine, mono-, di- or trimethylamine mono- di- 
or tnethylamine, mono- or diisopropyiamine, n-butylamine, mono-, di- or triisopropanolamine. ethylenelmine, ethylen- 
ediimine and tetramethylammonium hydroxide. 

[0052] In the present invention, particularly important is the molar ratio in the developer of [SiQ>] / [K/UO] which is 
generally 0.6 to 1 .5, preferably 0.7 to 1 .3. This is because if the molar ratio is less than 0.6, great scattering of activity 
is observed, while if it exceeds 1 .5. it becomes difficult to perform rapid development and the dissolving out or removal 
of the light-sensitive layer on non-image areas is liable to be incomplete. In addition/the concentration of SiO, in the 
developer and replenisher preferably ranges from 1 to 4 % by weight. Such limitation of the concentration of SiQ, 
makes it possible to stably provide lithographic printing plates having good finishing qualities even when a large amount 
of plates according to the invention are processed for a long tfrne period. 

[0053] In a particular preferred embodiment, an aqueous solution of an alkali metal silicate having a molar ratio [SiQJ 
/ [MjP], which ranges from 1 .0 to 1 .5 and a concentration of Sipa of 1 to 4 % by weight is used as a developer In such 
case, it is a matter of course that a replenisher having alkali strength equal to or more than that of the develop r is 
ISf?^ 10 0fdGr t0 d8crease me amount of ,ne replenisher to be supplied, it is advantageous that a molar ratio 
ISiOJ / [MgOJ, of the replenisher is equal to or smaller than that of the developer, or that a concentration of SiO> is' 
high if the molar ratio of the developer is equal to that of the replenisher. 

[0054] In the developers and the replenishers used in the invention, it is possible to simultaneously use organic 
solvents having solubility in water at 20 "C of not more than 10 % by weight according to need. Examples of such 
organic solvents are such carboxilic acid esters as ethyl acetate, propyl acetate, butyl acetate, amyl acetate benzyl 
acetate, ethylene glycol monobutyl acetate, butyl lactate and butyl levulinate; such ketones as ethyl butyl ketone methyl 
isobutyl ketone and cyclohexanone; such alcohols.as ethylene glycol monobutyl ether, ethylene glycol benzOl ether 
ethylene glycol monophenyl ether, benzyl alcohol, methylphenylcarbinol, n-amyl alcohol and methylamyl alcohol' such 
alkyl-substituted aromatic hydrocarbons as xylene; and such halogenated hydrocarbons as methylene dichloride and 
monochlorobenzene. These organic solvents may be used alone or in combination. Particularly preferred is benzyl 
alcohol in the invention. These organic solvents are added to the developer or replenisher therefor generally in an 
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amount of not more than 5 % by weight and preferably not more than 4 % by weight 

[0055] The developers and replenishes used In the present invention may simultaneously contain a surfactant for 
the purpose of improving developing properties thereof. Examples of such surfactants include salts of higher alcohol 
(C e - C22) surfuricacid esters such as sodium salt of lauryl alcohol sulfate, sodium salt of octyl alcohol sulfate, ammonium 
salt of lauryl alcohol sulfate, Teepol B-81 (trade mark, available from Shell Chemicals Co., Ltd.) and disodium alkyl 
sulfates; salts of aliphatic alcohol phosphoric acid esters such as sodium salt of cetyl alcohol phosphate; alkyl aryl 
sulfonic acid salts such as sodium salt of dodecytoenzene sulfonate, sodium salt of isopropylriaphthalene'sulfonate, 
sodium salt of dinaphthalene disulfonate and sodium salt of metanitrobenzene sulfonate; sulfonic acid salts of alkyla- 
mides such as C 1 7 H33CON(CH 3 )C H 2 CH2S0 3 Na and sulfonic acid salts of dibasic aliphatic acid esters such as sodium 
dioctyl su&osuccinate and sodium dihexyl sulfosuccinate. These surfactants may be used atone or in combination. 
Particularly preferred are sulfonic acid salts. These surfactants may be used In an amount of generally not more than 
5 % by weight and preferably hot more than 3 % by weight 

[0056] In order to enhance developing stability of the developers and replenishes used in the invention, the following 
compounds may simultaneously be used 

[0057] Examples of such compounds are neutral salts such as NaCI, KCI and KBr as disclosed in JN-A- SB- 75 152; 
chelating agents such as EDTA and NTA as disclosed in JN-A- 58- 190 952 (U.S-A- 4 469 776), complexes such as 
[CotNHjjWCIa as disclosed in JN-A- 59- 121 336 (US-A- 4 606 995); ionizable compounds of elements of the group 
lla, Ilia or llib of the Periodic Table such as those disclosed in JN-A- 55- 25 100; anionic or amphoteric surfactants 
such as sodium alkyl naphthalene sulfonate and N-tetradecyl-N.N-dihydroxythyl betaine as disclosed in JN-A- 50- 51 
324; tetramethyldecyne diol as disclosed In US-A- 4 374 920; non-ionic surfactants as disclosed in JN-A- 60- 21 3 943; 
cationic polymers such as methyl chloride quaternary products of p-dimethytaminomethyl polystyrene as disclos d in 
JN-A- 55- 95 946; amphoteric polyelectrolytes such as copolymer of yinylbenzyl trimethylammonium chloride and 
sodium acrylate as disclosed in JN-A- 56- 142 526; reducing inorganic salts such as sodium sulfite as disclosed in JN- 
A- 57- 1 92 952 (US-A- 4 467 027) and alkaline-soluble mercapto compounds or thioether compounds such as thiosal- 
icylic acid, cysteine and thioglycoHc acid; inorganic lithium compounds 6uch as lithium chloride as disclosed in JN-A- 
58- 59 444; organic lithium compounds such as lithium benzoate as disclosed in JN-A- 50 34 442; organometallic 
surfactants containing Si. Ti or the likefas disclosed in JN-A- 59- 75 255; organoboron compounds as disclosed in JN- 
A- 59- 84 241 (US-A- 4 500 625); quaternary ammonium salts .such as tetraalkylammonium oxides as disclosed in EP- 
A- 101 010; and bactericides such as sodium dehydroacetate as disclosed in JN-A- 63- 226 657. 
In the method for development processing of the present invention, any known means of supplementing a replenisher 
for developer may be employed. Examples of such methods preferably used are a method for intermittently or contin- 
uously supplementing a replenisher as a function of the amount of PS plates processed and time as disclosed in JN- 
A- 55- 115 039 (GB-A- 2 046 931), a method comprising disposing a sensor for detecting the degree of light-sensitive 
layer dissolved out in the middle portion of a developing zone and supplementing the replenisher in proportion to the 
detected degree of the light-sensitive layer dissolved out as disclosed in JN-A- 58- 95 349 (US-A- 4 537 496); a method 
comprising determining the impedance value of a developer and processing the detected impedance value by a com- 
puter to perform supplementation of a replenisher as disclosed in GB-A- 2 208 249. 

[0058] The printing plate of the present invention can also be used in the printing process as a seamless sleeve 
printing plate. In this option the printing plate is soldered in a cylindrical form by means of a laser. This cylindrical 
printing plate which has as diameter the diameter of the print cylinder is slided on the print cylinder instead of applying 
in a classical way a classically formed printing plate. More details on sleeves are given in "Grafisch Nieuws" ed Keesing 
15, 1995, page 4 to 6. 

[0059] After the development of an image-wise exposed imaging element with an aqueous alkaline solution and 
drying, the obtained plate can be used as a printing plate as such. However, to improve durability it is still possible to 
bake said plate at a temperature between 200*C and 300°C for a period of 30 seconds to 5 minutes. Also the imaging 
element can be subjected to an overall post-exposure to UV-radiation to harden the image in order to increase the run 
lenght of the printing plate. 

[0060] The following examples illustrate the present invention without limiting it thereto. All parts and percentages 
are by weight unless otherwise specified. 

Examples 

Example 1 

Preparation of the lithographic base 

[0061] A 0.30 mm thick aluminum foil was degreased by immersing the foil in an aqueous solution containing 5 g/l 
of sodium hydroxide at 50°C and rinsed with demoralized water. The foil was then electrochemicalry grained using 
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an alternating current in an aqueous solution containing 4 g/I of hydrochloric acid. 4 o/I of hydroboric acid and * «/i «i 
aluminum ions at a temperature of 35'C and a current density of 1200 A/m* to fnrm , " 5 ^ 01 

average center-One roughness Ra of 0 5 urn ° fm 3 SUrfaC9 

form an anodic oxidation film of 3.00 gArf of AJ,O a then nJmMtoZZ^tl? SeCOndS '° 

Preparation of the heat-mode Imaging element 1. 

[0064] The IR-sensKive layer was coated onto the above described lithographic base lianaRR?^^ • 
methylethylketone at 20 ^m coating thickness resulting in a dry coating wSm oVflS^S?!^- *°S 

£g?^ 

ComparKive example. 
[0068] 

" L^,! 0 ^* 8 eXan,P ' 8 30 im&Bin9 •k^" 1 W3S h a " identical way as the imaging element of 

exampie 1 wrth the exception that the TEGO GLIDE 100 - surfactant was left out of .he ZS?!£T^ 

[0069] After IR-bnaging the materia) was developed at 1 m/min at 25»C in a TECHNIGRAPH NPX-32T * om .«c™ 

pSSLSi iS 9 r Sed ^ "* ^ ,R - eXPOSed areM ^ "■** -suiting in a useless printing 

[0071] Resufts: Density of the layer and Dmax / Dmin after imaging and processing were measured with MacBeth 
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Claims 

1. A heat mode imaging element for providing a lithographic printing plate consisting of a lithographic base with a 
hydrophilic surface and a top layer that is sensitive to IR-radiation, comprises a polymer soluble in an aqueous 
alkaline solution, and is unpenetrable for an aqueous alkaline developer, characterized in that said top layer com- 
prises a polysiloxane surfactant. 

2. A heat mode imaging element for providing a lithographic printing plate according to claim 1 wherein said polysi- 
loxane surfactant is present in said top layer in an amount ranging from 0.003 to 0.100 g/m 2 . 

3. A heat mode imaging element for providing a lithographic printing plate according to claim 1 or 2 wherein said 
polysiloxane surfactant has in water a surface tension at the critical micelle concentration of less than 35 1 0* N/m. 

4. A heat mode imaging element for providing a lithographic printing plate according to any of claims 1 to 3 wherein 
said polymer in the top layer is a hydrophobic polymer. 

5. A heat mode imaging element for providing a lithographic printing plate according to claim 4 wherein said hydro- 
phobic polymer is a novolac resin or a polymer containing hydroxystyrene units. 

6. A heat mode imaging element for providing a lithographic printing plate according to any of claims 1 to 5 wherein 
said top layer comprises a compound selected from the group consisting of low molecular acids and benzophe- 
nones. 

7. A heat mode imaging element for providing a lithographic printing plate according to any of claims 1 to 6 wherein 
the lithographic base is an electrochemicalfy grained and anodised aluminum support. 

6. A heat mode imaging element for providing a lithographic printing plate according to claim 7 wherein the electro- 
chemicalfy grained and anodised aluminum support has been treated with pofyvinylphosphonic acid, polyvinyl - 
methylphos phonic acid, phosphoric acid esters of polyvinyl alcohol, polyvinylsuiphonic acid, potyvinylbenzenesul- 
phontc acid, sulphuric acid esters of polyvinyl alcohol, and acetals of polyvinyl alcohols formed by reaction with a 
sulphonated aliphatic aldehyde. 

9. A heat mode imaging element for providing a lithographic printing plate according to any of claims 1 to 8 wherein 
the top layer comprises an IR-absorbing pigment, or an IR-absorbing dye or both. 

10. A method for making a lithographic printing plate including the following steps 

a) exposing image wise a heat mode imaging element according to any of claims 1 to 9; 

b) developing said image wise exposed heat mode imaging element with an aqueous alkaline developer sp 
that the exposed areas of the top layer are dissolved and the unexposed areas of the top layer remain undis- 
solved. 
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